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© Compressed magnetic powder core. 



© A compressed magnetic powder core comprising a compressed body of a magnetic powder and electncally 
insulating material separating the magnetic powder particles, characterized in that the magnetic powder has an 
average particle size of 10 to 300 ^m, and the insulating material covers each of the particles of said magnetic 
powder and comprises a continuous insulating film having a thickness of 10 ^m or less and comprising a metal 
alkoxide or a decomposition product thereof. 
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COMPRESSED MAGNETIC POWDER CORE 



The present invention relates to a compressed magnetic powder core and, more particularly, to a 
powder core having a high magnetic flux density and good frequency characteristics of magnetic permeabil- 
ity. 

Semiconductor switching elements (e.g., thyristors and transistors), turn-on stress buffer reactors, 
5 commutating reactors, energy storage reactors or matching transformers have been used as conventional 
electrical elements in power transformers (e.g., AC/DC converters, DC/DC converters such as choppers, and 
AC/AC frequency converters) or in electrical equipment such as noncontact switches. 

Such conventional reactors and voltage transformers require an iron core having good magnetic 
characteristics in a high-frequency range. 
to Currents having switching frequencies of either several tens of Hz to 200 kHz or several tens of kHz or 
500 kHz or more, often flow in conventional reactors and voltage transformers. Therefore, demand has 
arisen for an Iron core which has a low iron loss and whose magnetic permeability is not reduced in a high- 
frequency range. 

An eddy current loss among iron loss components in AC excitation of an iron core increases 
15 proportionally to the square of frequency when a magnetic flux density remains the same. Most of the iron 
loss is accounted for by the eddy current loss in the high-frequency range. As a result, the Iron loss is 
increased and the magnetic permeability is decreased in the high-frequency range. 

In a conventional iron core made of a metallic magnetic powder, a decrease in Iron loss is achieved by 
improvement of electrical insulation between the magneic particles. 
20 Typical conventional iron cores having good high-frequency characteristics are exemplified by so-called 
dust cores as described in Japansese Patent Nos. 88779 and 112235. 

Although such dust cores have good high-frequency characteristics, their magnetic flux density is low. 
For example, a maximum magnetic flux density at a magnetizing force of 10000 A/m is only 0.125 T. 

In another conventional iron core having metallic magnetic powder and a binder resin as disclosed in 
25 Japanese Patent No. 670518, good frequency characteristics and a high magnetic flux density can be 
obtained. 

We acknowledge the disclosure in Japanese Patent Application No. 55-138205 of a compressed 
magnetic dust core comprising an iron powder mixed with an insulating powder of mica, montmonillonite 
graphite, molybdenum dioxide or boron nitride, together with a bonding agent such as organic resin; gaps 
so between the iron particles are filled by the insulating powder and the bonding agent. 

We also acknowledge that British patent No. 736,844 disclosed the annealing of a magnetic dust core in 
which magnetic alloy powder is pre-mixed with colloidal silica which is thereby deposited between the 
magnetic alloy particles. 

Generally, In the iron core manufactured by compression molding a metallic magnetic powder, 
35 magnetostriction caused by compression increases a coercive force as compared with that prior to 
compression. In addition, a hysteresis loss is increased accordingly. In order to obtian a low-loss iron core, 
magnetostriction must be elinated. For this purpose a heat treatment (annealing) is normally performed to 
effectively eliminate such magnetostriction. In the iron core having the binder resin, however, the resin is 
decomposed or degraded during the heat treatment, and electrical insulation between the metal magnetic 
40 particles cannot be guaranteed. It is thus difficult to manufacture an iron core having a low iron loss. 

It is. therefore, an object of the present invention to provide a compressed magneic powder core which 
has a high magnetic flux density, good frequency characteristics of magnetic permeability, and a low 
hysteresis loss due to annealing. 

Accordingly, the present invention provides a compressed magnetic powder core as defined in Claim 1 . 
45 This Application has been divided from European Application No. 85306848, EP-A-01 77276. 

This invention can be more fully understood from the following detailed description of specific examples 
when taken in conjunction with the accompanying drawing showing the initial frequency characteristics of 
the permeability of a core embodying the present invention and those of comparative examples. 

A compressed magnetic powder core embodying the present invention is obtained by compressing a 
so metallic magnetic powder, each particle of which Is covered with an insulating layer of a specific insulating 
material. The metallic magnetic powder used in the present example Is preferably an iron-based magnetic 
powder such as pure iron, an iron-silicon alloy (e.g., Fe-3% Si) powder, an Iron-aluminum alloy powder, an 
iron-nickel alloy powder, an iron-cobalt alloy powder, or an iron-containing amorphous alloy (e.g., an alloy 
containing iron and at least one of silicon, boron and carbon as a major component). One or a mixture of at 
least two of these magnetic powders can be used. 
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These metallic magnetic powders have a resistivity of 10/ifl cm to several tens of ^fl cm. In order to 
obtain good core material properties for an AC current including one of high frequency giving rise to the 
skin effect, the magnetic powder must consist of micro-particles so as to sufficiently be magnetized from 
surfaces to centers thereof. 

5 For example, in a magnetic powder core which is to be excited by a current having a frequency 
component of several tens of kHz and which must have satisfactory permeability characteristics up to this 
frequency component, an average particle size is preferably 300 /*m or less. 

In a magnetic powder core to be excited in a frequency range of 100 kHz or more, an average particle 
size is preferably 100 ^m or less. 
10 When the average particle size of the magnetic powder Is smaller than 10 /»m, a satisfactory density of 
the core cannot be obtained at a normal pressure of 1,000 MPa or less. As a result, the magnetic flux 
density is low. The average particle size is preferably 10 or more. 

The magnetic powder can be used as it is or after a natural oxide layer of several tens of nm which is 
formed on the surface of each particle In air is reduced. This reduction is performed by heating the powder 
75 in, for example, a hydrogen atmosphere. 

Each particle of the magnetic powder used in the present invention is covered with an insulating layer 
of a specific insulating material. The insulating material Is a metal alkoxide or a decomposition product of 
the metal alkoxide. 

The particles of the magnetic powder can be properly insulated by using a metal alkoxide with the 
20 following general formula: 

M(OR) x 

wherein M is a metal or semi-metal atom, R is an alkyl group, and x is a valence of M. 
25 Almost all metal or semi-metal elements in the Periodic Table constitute metal alkoxides. However, the 
metal element M used for a metal alkoxide in the present invention should not comprise a radioactive 
element. 

In the above formula, the alkyl group must have at least one carbon atom but can generally have 1 to 5 
carbon atoms as exemplified by a methyl group, ethyl group, propyl group, butyl group or pentyl group. 
30 The metal alkoxide in the general formula described above includes, for example, Si(OCH 3 )*, Ti- 
(OC 2 H 5 )4, ln(OC 3 H 7 ) 3l AI(0C*H 9 ) 3 . ZrfOCsHn)* or Ta{OC 3 H 7 ) 5 . Any one of these alkoxides or a mixture 
of two or more of them may be used. 

This metal alkoxide is brought into contact with the metallic magnetic powder, and the metal alkoxide or 
its decomposition product (e.g., an oxide, hydroxide or hydrate) is formed as a layer on the surface of the 
35 metallic magnetic powder. 

The metal alkoxide is brought into contact with the metallic magnetic powder to form the deposited 
layer in the following manner: 

(1) The magnetic powder is dipped and stirred in a solution of a metal alkoxide in an organic solvent 
The organic solvent is filtered out or evaporated to provide the magnetic powder; 
40 (2) After solution of a metal alkoxide in an organic solvent is sprayed onto the metallic magnetic powder, 
the powder is dried; or 

(3) A vapor of a metal alkoxide is brought into contact with the magnetic powder. 
The resultant deposited layer comprises the metal alkoxide itself or an oxide or hydroxide produced by 
decomposition of the metal alkoxide. In general, the metal alkoxide is hydrolysed by moisture adsorbed on 
45 the surface of the metallic magnetic power to form a deposited layer of a metal oxide (MO^) or metal 
hydroxide (M(OH)x). Alternatively, the deposited layer may comprise a hydrate. Furthermore, a metal 
alkoxide and a hydroxide of the deposited layer may be oxidized by heating into an oxide. The 
decomposition products (without heatingjof the insulating deposition layer are listed in Table A below: 

50 
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Table A 
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Element 


Decomposition 
Product 


Element 


Decomposition 
Product 




Li 


LiOH 


Cd 


2 


10 


Na 


NaOH 


Ai 


AiOOH 




K 


KOH 




Ai(OH), 


15 


Be 


Be(0H) 2 


Ga 


GaOOH 


Mg 


Mg(OH) 9 

3 2 




Ga(OH), 

3 




Ca 


CaCOHL 
2 


in 


In(OH), 


20 


Sr 


Sr(OH)- 
2 


Si 


SiCOH). 

4 




Ba 


Ba(OH)- 
2 


Ge 


GeO~ 
2 


25 


Ti 
Zr 


2 

Zr0 2 


Sn 
Pb 


Sn(OH). 

4 

PbO 1/3H 2 0 




Nb 


Nb[0H) 5 




PbO 


30 


Ta 


Ta(OH)_ 


As 


2 3 




Mn 


MnOOH 


Sb 


Sb ?°s 

2 5 


35 




Mn(0H) 2 


Bi 


Bi 2°3 




Fe 


3 4 
FeOOH 


Te 

Y 


2 

YOOH 


40 




Fe(OH) 9 




Y(QH)- 
j 






Fe(OH) 3 


La 


La(OH) 3 


45 


Co 


F6 3°4 
CO(OH) 2 


Nd 
Sm 


Nd(OH] 3 
Sm(0H) 3 




Cu 


CuO 


Eu 


Eu(0H) 3 


SO 


Zn 


ZnO 


Gd 


Gd(OH) 3 



The insulating layer of metal alkoxide and/or its decomposition product constitutes a continuous film on 
55 the surface of each particle of the magnetic powder. 

The thickness of the insulating layer is sufficiently 10 /im or less. 

As described above, the magnetic powder having the insulating layer thereon is filled in molds and is 
compression molded at a pressure of 1,000 MPa or less which can be easily, commercially achieved, 
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thereby obtaining a magnetic core of a desired shape. In order to lower magnetostriction of the core caused 
by pressure during compression molding, a heat treatment at a temperature of 450* C to 1,000 C for 0. 5 
hour or more Is available. In the conventional technique using an interparticle insulating resin, when the heat 
treatment is performed to lower magnetostriction, the resin is decomposed and degrades its electrical 
5 insulation property. According to the present invention, however, such a problem does not occur. With the 
heat treatment, the coercive force and hysteresis loss can be decreased without degrading the electrical 
insulation property, thereby decreasing the iron loss. 

The present invention will be described in detail by way of examples. 

Examples 1 to 7, and Comparative Examples 1 to 5, are set out in the parent Application EP-A- 
w 0177276, and need not be repeated here as they are outside the scope of the present invention. 

Examples 8 and 9 

An Fe-1.5% Si alloy powder (100 grams) having an average particle size of 54 j»m in Example 8 and an 
is Fe-1.5 Si alloy powder (100 grams) having an average particle size of 105 in Example 9 were each 
dipped and stirred in a 15% butyl acetate solution (200 ml) of Zr(OC4H 9 )4. The butyl acetate solution was 
filtered out, and the resultant alloy powders were dried at a temperture of 20* C for 2 hours. 20 grams of 
each of the resultant magnetic powders were respectively filled in molds and were molded at a pressure of 
800 MPa, thereby preparing magnetic cores. 

20 

Example 10 

An Fe-3% AX alloy powder (100 grams) having an average particle size of 69 was exposed to a Ti- 
(OC3H7)* vapor. In this case, the vapor concentration of Ti(OC 3 H 7 )4. was 2,000 ppm at a temperature of 
25 200* C. 20 grams of the resultant magnetic powder was used to prepare a core in the same manner as in 
Examples 8 and 9. 

Comparative Example 6 and 7 

30 An Fe-1.5% Si allow powder (20 grams) having an average particle size of 54 fim in Comparative 
Example 6 and an Fe-3% Al alloy powder (20 grams) having an average particle size of 69 ?m in 
Comparative Example 7 were respectively filled in the molds and were molded at a pressure of 800 MPa to 
prepare magnetic cores. 

The above cores had a high magnetic flux density of 0.8 T or more at a magnetizing force of 10,000 

35 A/m. The frequency characteristics of the initial magnetic permeabilities of these cores were measured. 
Results are shown in the accompanying drawing, in which initial magnetic permeability ratios are repre- 
sented by the initial magnetic permeability at 40 KHz given as 1. Curve a represents the initial permeability 
ratio in Example 8; b, in Example 9; and c, Comparative Example 6. As is apparent from the drawing, the 
initial magnetic permeability of the core of Example 8 was not substantially degraded up to 1 MHz, and the 

40 initial magnetic permeability of the core of Example 10 was not substantially degraded up to 200 KHz. 
However, the initial magnetic permeability of the core of Comparative Example 6 was greatly degraded 
starting from 100 KHz. The frequency characteristics of the core of Example 10 were substantially the same 
as those of Example 8. The initial magnetic permeability of the core of Comparative Example 7 was greatly 
degraded. , 

45 The core of Example 8 was heat treated in an Ar atmosphere at a temperature of 500 C for 2 hours. 
The coercive force of the core prior to the heat treatment was 480 A/m, but was decreased to 280 A/m after 
the heat treatment. Therefore, the iron loss in the high-frequency ranage was decreased to less than 65%. 

In the compressed magnetic powder core according to the present invention as described above, since 
the surface of each particle of the magnetic powder constituting the powder core is effectively covered with 

so an insulating layer of a metal alkoxide, or its decomposition product, a high magnetic density can be 
provided and at the same time the eddy current loss can be decreased, thereby achieving a high magnetic 
permeability up to a high-frequency range. In addition, the core of the present Invention can be heat treated 
at a high temperature, and the hysteresis loss can be decreased. As a result, the iron loss can be 
decreased. 

55 

Claims 

1. A compressed magnetic powder core comprising a compressed body of a magnetic powder and 
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electrically insulating material separating the magnetic powder particles, characterized in that the 
magnetic powder has an average particle size of 10 to 300 pm, and the insulating material covers each 
of the particles of said magnetic powder and comprises a continuous insulating film having a thickness 
of 10 /im or less and comprising a metal alkoxide or a decomposition product thereof. 

5 

2. A core according to Claim 1, characterized in that the magnetic powder comprises an iron-based 
magnetic material. 

3. A core according to Claim 1 or 2, characterized in that the decomposition product includes a metal 
70 oxide and/or a metal hydroxide. 

4. A core according to claim 1 , 2 or 3. characterized in that the metal alkoxide has an aikyl group having 1 
to 5 carbon atoms. 

75 5. A core according to claim 4, characterized in that the metal alkoxide is selected from the group 
consisting of alkoxides of lithium, sodium, potassium, beryllium, magnesium, calcium, strontium, 
barium, titanium, zirconium, niobium, tantalum, manganese, iron, cobalt, copper, zinc, cadium, alu- 
minum, gallium, indium, silicon, germanium, tin, lead, arsenic, bismuth, tellurium, yttrium, lanthanum, 
neodynium, samarium, europium and gadolinium, and a mixture thereof. 

20 
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© A compressed magnetic powder core compris- 
ing a compressed body of a magnetic powder and 
electrically insulating material separating the mag- 
netic powder particles, characterized in that the 
magnetic powder has an average particle size of 10 
to 300 Aim, and the insulating material covers each of 
the particles of said magnetic powder and comprises 
a continuous insulating film having a thickness of 10 
fim or less and comprising a metal alkoxide or a 
decomposition product thereof. 
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Description 

The present invention relates to a method of making a coated magnetic powder for use in a compressed 
magnetic core, and also to a compressed magnetic powder core. More particularly, the invention enables the 
5 provision of a powder core having a high magnetic flux density and good frequency characteristics of magnetic 
permeability. 

Semiconductor switching elements (e.g., thyristors and transistors), turn-on stress buffer reactors, corn- 
mutating reactors, energy storage reactors or matching transformers have been used as conventional elec- 
trical elements in power transformers (e.g., AC/DC converters, DC/DC converters such as choppers, and 
10 AC/ AC frequency converters) or in electrical equipment such as noncontact switches. 

Such conventional reactors and voltage transformers require an iron core having good magnetic charac- 
teristics in a high-frequency range. 

Currents having switching frequencies of either several tens of Hz to 200 kHz or several tens of kHz or 
500 kHz or more, often flow in conventional reactors and voltage transformers. Therefore, demand has arisen 
15 for an iron core which has a low iron loss and whose magnetic permeability is not reduced in a high-frequency 
range. 

An eddy current loss among iron loss components in AC excitation of an iron core increases proportionally 
to the square of frequency when a magnetic flux density remains the same. Most of the iron loss is accounted 
for by the eddy current loss in the high-frequency range. As a result, the iron loss is increased and the magnetic 
20 permeability is decreased in the high-frequency range. 

In a conventional iron core made of a metallic magnetic powder, a decrease In iron loss is achieved by 
improvement of electrical insulation between the magneic particles. 

Typical conventional iron cores having good high-frequency characteristics are exemplified by so-called 
dust cores as described in Japansese Patent Nos. 88779 and 112235. 
25 Although such dust cores have good high-frequency characteristics, their magnetic flux density is low. For 
example, a maximum magnetic flux density at a magnetizing force of 10000 A/m is only 0.125 T. 

In another conventional iron core having metallic magnetic powder and a binder resin as disclosed in Jap- 
anese Patent No. 670518, good frequency characteristics and a high magnetic flux density can be obtained. 
We acknowledge the disclosure in Japanese Patent Application No. 55-1 38205 of a compressed magnetic 
30 dust core comprising an iron powder mixed with an insulating powder of mica, montmoniilonite graphite, mo- 
lybdenum dioxide or boron nitride, together with a bonding agent such as organic resin; gaps between the iron 
particles are filled by the insulating powder and the bonding agent. 

We also acknowledge that British patent No. 736,844 disclosed the annealing of a magnetic dust core in 
which coEloidal siiica is deposited between the magnetic alloy particles by hydrolysis of a silicon ester. 
35 Further, GB-A-812295 discloses a sintered body formed from a metal or alloy powder and an electrically 
insulating material comprising a mutually reactive mixture of two materials, including metallic oxide compo- 
nents. US-A-2 085 830 discloses a magnet made from iron group metallic particles bonded together by vana- 
dium pentoxide. 

Generally, in the iron core manufactured by compression molding a metallic magnetic powder, magnetos- 
40 triction caused by compression increases a coercive force as compared with that prior to compression. In ad- 
dition, a hysteresis loss is increased accordingly. In order to obtian a low-loss iron core, magnetostriction must 
be eiinated. For this purpose a heat treatment (annealing) is normally performed to effectively eliminate such 
magnetostriction. In the Iron core having the binder resin, however, the resin Is decomposed or degraded during 
the heat treatment, and electrical insulation between the metal magnetic particles cannot be guaranteed, it 
45 is thus difficult to manufacture an iron core having a low iron loss. 

It is, therefore, an object of the present invention to provide a compressed magneic powder core which 
has a high magnetic flux density, good frequency characteristics of magnetic permeability, and a low hyster- 
esis loss due to annealing. 

Accordingly, the present invention provides a method of making a coated magnetic powder for use in a 
so compressed magnetic powder core, as defined in Claim 1 . 

This Application has been divided from European Application No. 85306848, EP-A-0177276. 

This invention can be more fully understood from the following detailed description of specific examples 
when taken In conjunction with the accompanying drawing showing the initial frequency characteristics of the 
permeability of a core embodying the present invention and those of comparative examples. 
55 A compressed magnetic powder core embodying the present Invention is obtained by compressing a met- 
allic magnetic powder, each particle of which is covered with an insulating layer of a specific insulating material. 
The metallic magnetic powder used in the present example is preferably an iron-based magnetic powder such 
as pure iron, an iron-silicon alloy (e.g., Fe-3% Si) powder, an iron-aluminum alloy powder, an iron-nickel alloy 
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powder, an iron-cobalt alloy powder, or an iron-containing amorphous alloy (e.g., an alloy containing iron and 
at least one of silicon, boron and carbon as a major component). One or a mixture of at least two of these mag- 
netic powders can be used. 

These metallic magnetic powders have a resistivity of 1 0ufl cm to several tens of uX2 cm. In order to obtain 
5 good core material properties for an AC current including one of high frequency giving rise to the skin effect, 
the magnetic powder must consist of micro- particles so as to sufficiently be magnetized from surfaces to cen- 
ters thereof. 

For example, in a magnetic powder core which is to be excited by a current having a frequency component 
of several tens of kHz and which must have satisfactory permeability characteristics up to this frequency com- 
10 ponent, an average particle size is preferably 300 urn or less. 

In a magnetic powder core to be excited in a frequency range of 100 kHz or more, an average particle 
size is preferably 1 00 \xm or less. 

When the average particle size of the magnetic powder is smaller than 10 jim, a satisfactory density of 
the core cannot be obtained at a normal pressure of 1 ,000 MPa or less. As a result, the magnetic flux density 
16 is low. The average particle size is preferably 1 0 urn or more. 

The magnetic powder can be used as it is or after a natural oxide layer of several tens of nm which is formed 
on the surface of each particle in air is reduced. This reduction is performed by heating the powder in, for 
example, a hydrogen atmosphere. 

Each particle of the magnetic powder used in the present invention is covered with an insulating layer of 
20 a specific insulating material. The insulating material is a decomposition product of the metal alkoxide. 

The particles of the magnetic powder can be properly insulated by using a metal alkoxide with the following 
general formula: 

M(OR) x 

wherein M is a metal or semi-metal atom, R is an alkyl group, and x is a valence of M. 
25 Almost all metal or semi-metal elements in the Periodic Table constitute metal alkoxides. However, the 
metal element M used for a metal alkoxide in the present invention should not comprise a radioactive element. 

In the above formula, the alkyl group must have at least one carbon atom but can generally have 1 to 5 
carbon atoms as exemplified by a methyl group, ethyl group, propyl group, butyl group or pentyl group. 
The metal alkoxide in the general formula described above includes, for example, Si(OCH 3 ) 4 , Ti(OC 2 H 6 )4, 
30 ln(OC 3 H 7 )3, A? (OC 4 H 9 )3, Z^OCs^ y ) 4 or Ta(OC 3 H 7 )6. Any one of these alkoxides or a mixture of two or more 
of them may be used. 

This metal alkoxide is brought into contact with the metallic magnetic powder, and the metal alkoxide or 
its decomposition product (e.g., an oxide, hydroxide or hydrate) is formed as a layer on the surface of the met- 
allic magnetic powder. 

35 The metal alkoxide is brought Into contact with the metallic magnetic powder to form the deposited layer 
in the following manner: 

(1) The magnetic powder is dipped and stirred in a solution of a metal alkoxide in an organic solvent The 
organic solvent is filtered out or evaporated to provide the magnetic powder; 

(2) After solution of a metal alkoxide in an organic solvent is sprayed onto the metallic magnetic powder, 
40 the powder is dried; or 

(3) A vapor of a metal alkoxide is brought into contact with the magnetic powder. 

The resultant deposited layer comprises the metal alkoxide itself or an oxide or hydroxide produced by 
decomposition of the metal alkoxide. In general, the metal alkoxide is hydrolysed by moisture adsorbed on the 
surface of the metallic magnetic power to form a deposited layer of a metal oxide (MO^ or metal hydroxide 
45 (M{QH)J. Alternatively, the deposited layer may comprise a hydrate. Furthermore, a metal alkoxide and a hy- 
droxide of the deposited layer may be oxidized by heating into an oxide. The decomposition products (without 
heating)of the insulating deposition layer are listed in Table A below: 



50 
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Table A 
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Element 


Decomposition 
Product 


Element 


Decomposition 
Product 




Li 


LiOH 


Cd 


Cd(OH)- 
z 


10 


Na 


NaOH 


Ai 


AiOOH 




K 


KOH 




Ai (OH)- 
3 




Be 


Be (OH) 2 


Ga 


GaOOH 


15 


Mq 


Mg(0H) 2 




Ga(OH). 
3 




Ca 


Ca(0H) 2 


In 


3 


20 


Sr 


Sr(Oh% 


Si 


Si(0H) 4 




8a 


Ba(OH) 2 


Ge 


Ge0 o 
2 




Ti 


2 


Sn 


Sn(OH). 

4 


25 


Zr 


ZrO ? 


Pb 


PbO 1/3H-0 




Nb 


Nb(0H) 5 




PbO 


30 


Ta 


Ta(OH). 


As 


As 0 




Mn 


MnOOH 


Sb 


2 5 






Mn(0H) 2 


Bi 


8i o 0, 
2 3 


35 




Mn,0, 
3 4 


Te 


Te0 o 
2 




Fe 


FeOOH 


Y 


YOOH 


40 




FeCOH), 
2 




Y(0H), 






Fe(0H) 3 


La 


La(0H) 3 






Fe 3°4 


Nd 


NdC0H) 3 


45 


Co 


CO(OH) 2 


Sm 


Sm(OH) 3 




Cu 


CuO 


Eu 


Eu(0H) 3 


50 


Zn 


ZnO 


Gd 


Gd(0H) 3 



The insulating layer of metal alkoxide and/or Its decomposition product constitutes a continuous film on 
the surface of each particle of the magnetic powder. 

The thickness of the insulating layer is sufficiently 10 urn or less. 
55 As described above, the magnetic powder having the Insulating layer thereon is filled in molds and is com- 
pression molded at a pressure of 1,000 MPa or less which can be easily, commercially achieved, thereby ob- 
taining a magnetic core of a desired shape. In order to lower magnetostriction of the core caused by pressure 
during compression molding, a heat treatment at a temperature of 450°C to 1,00O°C for 0. 5 hour or more is 
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available. In the conventional technique using an interparticle Insulating resin, when the heat treatment is per- 
formed to lower magnetostriction, the resin is decomposed and degrades its electrical insulation property. Ac- 
cording to the present invention, however, such a problem does not occur. With the heat treatment, the coercive 
force and hysteresis loss can be decreased without degrading the electrical insulation property, thereby de- 
creasing the iron loss. 

The present invention will be described In detail by way of examples. 

Examples 1 to 7, and Comparative Examples 1 to 5, are set out In the parent Application EP-A-01 77276, 
and need not be repeated here as they are outside the scope of the present invention. 

Examples 8 and 9 

An Fe-1.5% Si alloy powder (100 grams) having an average particle size of 54 ^m in Example 8 and an 
Fe-1 .5 Si alloy powder (1 00 grams) having an average particle size of 105 urn in Example 9 were each dipped 
and stirred in a 15% butyl acetate solution (200 m£) of ZitOC 4 H 9 ) 4 . The butyl acetate solution was filtered out, 
and the resultant alloy powders were dried at a temperture of 20°C for 2 hours. 20 grams of each of the resultant 
magnetic powders were respectively filled in molds and were molded at a pressure of 800 MPa, thereby pre- 
paring magnetic cores. 

Example 10 

An Fe-3% Af alloy powder (100 grams) having an average particle size of 69 urn was exposed to a 
■n{OC 3 H 7 )4 vapor. In this case, the vapor concentration of Ti(OC 3 H 7 U was 2,000 PPm at a temperature of 200°C. 
20 grams of the resultant magnetic powder was used to prepare a core in the same manner as in Examples 8 
and 9. 

Comparative Example 6 and 7 

An Fe-1.5% Si allow powder (20 grams) having an average particle size of 54 pm in Comparative Example 

6 and an Fe-3% Af alloy powder (20 grams) having an average particle size of 69 pm in Comparative Example 

7 were respectively filled in the molds and were molded at a pressure of 800 MPa to prepare magnetic cores. 

The above cores had a high magnetic flux density of 0.8 T or more at a magnetizing force of 1 0,000 A/m. 
The frequency characteristics of the initial magnetic permeabilities of these cores were measured. Results 
are shown in the accompanying drawing, in which Initial magnetic permeability ratios are represented by the 
initial magnetic permeability at 40 KHz given as 1. Curve a represents the initial permeability ratio in Example 
8; b, In Example 9; and c, Comparative Example 6. As is apparent from the drawing, the initial magnetic per- 
meability of the core of Example 8 was not substantially degraded up to 1 MHz, and the initial magnetic per- 
meability of the core of Example 10 was not substantially degraded up to 200 KHz. However, the initial mag- 
netic permeability of the core of Comparative Example 6 was greatly degraded starting from 100 KHz. The 
frequency characteristics of the core of Example 10 were substantially the same as those of Example 8. The 
initial magnetic permeability of the core of Comparative Example 7 was greatly degraded. 

The core of Example 8 was heat treated in an Ar atmosphere at a temperature of 500°C for 2 hours. The 
coercive force of the core prior to the heat treatment was 480 A/m, but was decreased to 280 A/m after the 
heat treatment. Therefore, the iron loss in the high-frequency ranage was decreased to less than 65%. 

In the compressed magnetic powder core according to the present invention as described above, since 
the surface of each particle of the magnetic powder constituting the powder core is effectively covered with 
an insulating layer of a decomposition product of a metal alkoxide, a high magnetic density can be provided 
and at the same time the eddy current loss can be decreased, thereby achieving a high magnetic permeability 
up to a high-frequency range. In addition, the core of the present invention can be heat treated at a high tem- 
perature, and the hysteresis loss can be decreased. As a result, the iron loss can be decreased. 



Claims 

1. A method of making a coated magnetic powderforuse in a compressed magnetic powder core by covering 
each of the particles of said magnetic powder, selected such as to have an average particle size of 10 
to 300 um, with the electrically insulating material as a continuous film on each particle, the film having 
a thickness of 10 um or less, the insulating material being produced by decomposing a metal alkoxide, 
so that the insulating material Includes a corresponding metal oxide and/or hydroxide, said metal alkoxide 
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being selected from the group consisting of alkoxides of lithium, sodium, potassium, beryllium, magne- 
sium, calcium, strontium, barium, titanium, zirconium, niobium, tantalum, manganese, iron, cobalt copper, 
zinc, cadmium, aluminium, gallium, indium, germanium, tin, lead, arsenic, bismuth, tellurium, yttrium, lan- 
thanum, neodymium, samarium, europium and gadolinium, and a mixture thereof. 

2. Amethod according to Claim 1, in which the magnetic powder comprises an iron-based magnetic material. 

3. A method according to claim 1 or 2, in which the metal alkoxide has an alkyl group having from 1 to 5 
carbon atoms. 

4. A compressed magnetic powder core having a compressed body of the coated magnetic powder produced 
in accordance with the method of any of Claims 1 to 3. 



Patentanspruche 

1. Verfahren zur Herstellung eines beschichteten magnetischen Pulvers zur Verwendung in einem gepreB- 
ten magnetischen Pulverkern durch Beaufschlagen eines jeden Teilchens des magnetischen Pulvers, 
das aus einem durchschnittlichen TeilchengrSBenbereich von 10 - 300 urn ausgewahlt wurde, mit dem 
elektrischen Isoliermaterial in Form eines eine Dicke von 10 urn oderweniger aufweisenden fortlaufenden 
bzw. kontinuierlichen Films auf jedem Teilchen, wobei das Isoliermaterial durch Zersetzen eines Metall- 
alkoxids derart, daft das Isoliermaterial ein entsprechendes Metalloxid und/oder -hydroxid enthalt, her- 
gestellt und das Metallalkoxid aus der Gruppe Alkoxide von Lithium, Natrium, Kalium, Beryllium, Magne- 
sium, Calcium, Strontium, Barium, Titan, Zirkonium, Niob, Tantal, Mangan, Eisen, Kobait, Kupfer, Zink, 
Cadmium, Aluminium, Gallium, Indium, Germanium, Zinn, Blei, Arson, Wismut, Tellur, Yttrium, Lanthan, 
Neodym, Samarium, Europium und Gadolinium Oder einer Mischung derselben ausgewahlt wurde. 

2. Verfahren nach Anspruch 1 , wobei das magnetische Pulverein magnetisches Material auf Eisenbasis um- 
faSt 



3. Verfahren nach Anspruch 1 oder 2, wobei das Metallalkoxid eine Alkylgruppe mit 1 bis 5 Kohlenstoff- 
atom(en) aufweist. 

4. GepreBter magnetischer Pulverkern mit einem PreBkorper des nach dem Verfahren gemaB einem der 
Anspruche 1 bis 3 hergestellten beschichteten magnetischen Pulvers. 



Revendicatiorts 

1. Precede de preparation d'une poudre magnetique revfitue destinee a une utilisation dans un noyau de 
poudre magnetique comprimee en recouvrant chacune des particules de ladite poudre magnetique choi- 
sie de maniere a ce qu'elie presente une taille moyenne des particules de 10 a 300 urn a I'aide du materiau 
electriquement isolant en tant que film continu surchaque particule, lefilm presentant une epaisseurde 
10 fim ou moins, le materiau isolant etant produit en decomposant un alkoxyde de metal de telle sorte 
que le materiau isolant indue un oxyde et/ou un hydroxyde de metal correspondent, ledit alkoxyde de 
metal etant choisl parml le groupe comprenant des alkoxydes de lithium, de sodium, de potassium, de 
beryllium, de magnesium, de calcium, de strontium, de baryum, de titane, de zirconium, de niobium, de 
tantale, de manganese, de fer, de cobalt, de cuivre, de zinc, de cadmium, d'aluminium, de gallium, d'in- 
dium, de germanium, d'etain, de plomb, d'arsenlc, de bismuth, de tellure, d'yttrium, de lanthane, de neo- 
dyme, de samarium, d'europium et de gadolinium ainsi que des melanges de ceux-ci. 

2. Precede selon la revendication 1 , dans lequel la poudre magnetique comprend un materiau magnetique 
a base de fer. 

3. Precede selon la revendication 1 ou 2, dans lequel I'alkoxyde de metal comporte un groupe alkyl compre- 
nant de 1 a 5 atomes de carbone. 

4. Noyau en poudre magnetique comprimee comportant un corps comprime en poudre magnetique revetue 
produit selon le precede de Tune quelconque des revendications 1 a 3. 
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FREQUENCY (KHZ) 
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